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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live" 
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Indian Standard (Reaffirmed 2001 ) 

SPECIFICATION FOR 
STRANDED GALVANIZED STEEL WIRE FOR FENCING 

(First Revision ) 



1. Scope — Lays down the requirements for galvanized strand fencing wire of 3-ply and 7-p!y 
constructions. 

2. Dimensions 

2.1 Wire Strand, 3-Ply Construction 
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2.2 Wire Strand, 7-PIy Construction 
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3. Material — The stranded galvanised fencing wire shall be manufactured from galvanized mild 
steel wire conforming to IS: 280-1978 'Specification for mild steel wire for general engineering 
purposes ( third revision ) '. The wire shall have a tensile strength of 540 N/mm 2 , M/n. 

3.1 The galvanized mild steel wire used in the construction of stranded galvanized fencing wire 
shall conform to the requirements for galvanizing as laid down for the 'heavily-coated wire' or 
1 medium coated wire l of IS : 4826-1968 ■ Galvanized coatings on round steel wires \ 

4. Lay— The lay of stranded galvanized fencing wire shall be right-hand. The strand shall be 
evenly and uniformly laid. The length of the lay shall be as specified in 2.1 and 2.2. 

5. Freedom from Defects — The strand shall be free from scale, irregularities, imperfections, 
flaws, sand-splits and other defects. The galvanizing shall be smooth, even and bright 
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6. Mass of Coil — Unless otherwise agreed to between the purchaser and the supplier, the mass of 
each coil shaH be 50 kg subject to a tolerance of ±5 percent. 

7. Tests — The minimum breaking load of the single wire before manufacture and the completed 
strand shall conform to those given in 2.1 and 2.2. 

8. Sampling — Unless otherwise agreed to between the supplier and the purchaser, the sampling 
plan as given in Appendix A shall be followed. 

9. Packing — Each coil shall be wrapped in hessian or canvas and packed as specified by the 
purchaser. 

10. Marking — Each coil shall be provided with a label, fixed firmly on the inner part of the coil, 
bearing the following information: 

a) Manufacturer's name or trade-mark; 

b) Lot number and coil number; 

c) A brief description and quality of the material; 

d) Mass; and 

e) Any other particular specified by the purchaser. 

10.1 ISI Certification Marking — Details available with the Indian Standards Institution. 



APPENDIX A 

( Clause 8 ) 

A-1. Scale of Sampling 

A-1.1 Lot — All the coils of stranded galvanized steel wire for fencing of the same type and size 
and manufactured under essentially similar conditions of manufacture shall constitute a lot. 

A-1.2 For ascertaining the conformity of the lot to the requirements of the specification, tests 
shall be carried out on each lot separately. The number of coils to be selected at random for this 
purpose shall be in accordance with Table 1. 



TABLE 1 SCALE OF SAMPLING 

Number of Coils in the Lot Number of Coils to be Selected 

(D (2) 

Up to 25 3 

26 „ 50 4 

51 „ 150 5 

151 „ 300 7 

300 and above 10 



A-2. Number of Tests and Criteria for Conformity 

A-2.1 All the coils selected according to A-1.2 shall be examined for length of lay (see 2.1 and 
2.2) and freedom from defects (see 5). If all the coils are found satisfactory for each of the above 
characteristics, the lot shall be considered conforming to the requirements of these characteristics. 

A-2.2 When the lot is found satisfactory according to A-2.1, one test specimen each from every 
selected coil shall be taken and subjected to minimum breaking load test (see 6) and tests for 
galvanizing ( see 3.1 ). The lot shall conform to the requirements of these characteristics if all the 
test specimen satisfy the relevant requirements. 
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A-2.3 When so desired by the purchaser one sample for chemical analysis shall be drawn. The 
tot shall be declared conforming lo the requirements when the test results satisfy the relevant 
requirements. 

A-2.4 The lot shall be declared conforming to the requirements of the specification if it is found 
satisfactory according to A-2.1 to A-2.3. 

A-2.5 In case the lot is not found satisfactory according to A-2.1 to A-2.3 then the lot shall be 

subjected to 100 percent retesting. 



EXPLANATORY NOTE 

This standard was first issued in 1962. The present revision has been taken up to include the 
modifications brought to the notice of the Sectional Committee since its publication. For the 
requirements of the manufacturing material reference has been made to IS: 280-1978 and the 
various values in the standard have been given in SI Units. Two grades of galvanizing coatings 
have been laid down in place of single grade specified in 1962 version of the standard. 

Stranded wires are used in large quantities for fencing by Railways, Defence and other 
Government Departments. 
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